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es at least one surface of which has a functional silane 
coupling agent and hydrophilic polymer. 
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Description 

Field of the Invention 

[0001] This invention relates to silicone-based, biomedical devices. In particular, the invention provides silicone- 
based, biomedical devices, such as contact lenses, that exhibit improved wettability as well as biocompatability. 

Background of the Invention 

- [0002] Devices for use in and on the human body are well known. The chemical composition of the surfaces of such 
devices plays a pivotal role in dictating the overall efficacy of the devices. For example, many devices including cath- 
eters, stents, and implants require biologically non-fouling surfaces, meaning that proteins, lipids, and ceils will not 
adhere to the surface. In some cases, materials for these devices are developed that are ideal in terms of strenqth 
optimal transmission, flexibility and the like, but that foul when in use. In these cases, either new materials must be 
developed or an attempt to alter the surface characteristics of the materials must be made. 
[0003] In the case of ophthalmic lenses, particularly contact lenses, many materials possess the desired oxygen 
permeability, mechanical and optical properties, yet are subject to rapid fouling. Additionally, the surface energies of 
the materials may be so low that the lenses are not sufficiently hydrophilic, meaning that they are not wettable by tear 
fluid. Contact lenses made of these materials can be uncomfortable to wear and may become tightly adhered to the 
cornea causing the potential for serious damage to the corneal epithelium. 

[0004] A number of methods have been used to modify devices to improve their surface properties For example it 
is known to modify contact lenses made of silicone rubber polymers by grafting hydrophilic polymers onto the contact 
lens surface. However, such methods are disadvantageous in that they produce lenses with surfaces that are rouah 
uneven, or have pin-holes. ' 
[0005] United States Patent No. 4,332.922 discloses the conversion of silicone rubber lens surfaces to an oligomeric 
siloxane containing SiH groups and subsequently converting the SiH groups to SiOH groups or reacting the groups 
with C=C containing compounds to make the surface hydrophilic. However, the chemistry of this solution is limited 
[0006] Various methods using plasma techniques to coat hydrophobic substrates are known. However, all such plas- 
ma methods require that the substrates be exposed to vacuum, which is inconvenient and, at times, impracticable 
Thus, a need exists for processes for modifying surface properties that overcome some of the disadvantages of the 
known processes. 

Detailed Description of the Invention and Preferred Embodiments 

[0007] The present invention provides wettable silicone polymer-based, biomedical devices. In one embodiment 
the invention provides a method for manufacturing biomedical devices comprising, consisting essentially of, and con- 
sisting of contacting at least one surface of a silicone-polymer based biomedical device with a reactive effective amount 
of one or more functional silane coupling agents and a coating effective amount of one or more hydrophilic polymers 
In another embodiment, the invention provides biomedical devices comprising, consisting essentially of, and consisting 
of a biomedical device at least one surface of the device having a reactive effective amount of one or more functional 
silane coupling agents and a coating effective amount of one or more hydrophilic polymers. 
[0008] By "biomedical device" is meant any device designed to be used while in or on either or both human tissue 
• or fluid Examples of such devices include, without limitation, stents, implants, catheters, and ophthalmic lenses In a 
preferred embodiment, the biomedical device is an ophthalmic lens including, without limitation, contact or intraocular 
lenses. More preferably, the device is a contact lens. In a preferred embodiment, the invention comprises, consists 
essentially of, and consists of silicone polymer-based.contact lenses, and methods for their manufacture, at least one 
surface of the lenses having reactive effective amounts of one or more functional silane coupling agents and coating 
effective amounts of one or more hydrophilic polymers. 

[0009] By "silicone polymer-based" is meant a device partially or completely made of silicone or silicone-containing 
polymers. Exemplary of such polymers, without limitation, are silicones, silicone mixed blends, silicone hydrogels 
polyurethane-silicone hydrogels, and the like. Illustrative silicones include, without limitation: polydimethyl siloxane,' 
polydimethyl-covinylmethylsiloxane, and silicone rubbers as described in U.S. Patent No. 3,228,741; silicone blends 
as described in U.S. Patent No. 3,341 ,490; and silicone compositions as described in U.S. Patent No. 3,51 8,324, which 
are incorporated in their entireties herein by reference. 

[0010] Useful silicone materials include, without limitation, crosslinked polysiloxanes obtained by crosslinking si- 
loxane prepolymers. Particularly suitable materials include, without limitation, organopoiysiioxane polymer mixtures 
that readily undergo hydrosilylation, which prepolymers will contain vinyl radicals and hydride radicals and are of the 
general formulation of polydihydrocarbyl-co-vinylhydrocarbylsiloxane and polydihydrocarbyl-cohydrocarbylhydrogen- 
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siloxanes in which the hydrocarbyl radicals are monovalent hydrocarbon radicals including without limitation, Cj - C 7 
radicals, aryl radicals including without limitation phenyl, tolyl, xylyl, and biphenyl, haloaryls, including, without limitation 
chlorophenyl and cycloalkyl radicals, and the like. More preferred materials are silicone hydrogels, particularly silicone 
hydrogels formed from monomer mixtures containing an acrylic-capped polysiloxane prepolymer, a bulky polysiloxa- 
nylalkyl(meth)acrylate monomer and hydrophilic monomers as described in U.S. Patent Nos. 5,387,632, 5,358,995, 
5,023,305, 5,034,461 , 4,954,586, 4,780,515, and 4,343,927, which are incorporated in their entireties herein by refer- 
ence. Specific examples include, without limitation, trimethylsilylmethyl(meth)acrylate, pentamethyldisiloxyethyl (meth) 
acrylate, tris(trimethylsiIoxy)silylpropyl (meth)acrylate, methyldi(trimethylsiloxy)methyldisiloxanylpropyl (meth)acr- 
ylate, tert-butyltetramethyldisiloxanylethyl (meth)acrylate, and the like. 

[0011] One ordinarily skilled in the art will recognize that the formulation for producing the surface to be coated may 
contain other monomers and additives. For example, ultra-violet absorbing monomers, reactive tints, processing aids, 
and the like may be used. 

[0012] By 'functional silane coupling agent" is meant any known silane coupling agent. Preferred silane coupling 
agents are of the formula X 3 Si(CH 2 ) n Y wherein n is 0-3 and preferably n = 3, X is a hydrotyzable group, preferably CI, 
CH 3 0- or C 2 H 5 0-, and Y is an organofunctional group. The specific Y group will be readily determinable by one ordi- 
narily skilled in the art by considering the type of hydrophilic polymer coating to be applied to the surface. For example, 
a vinyl Y group may be used when the coating desired is a vinyl polymer. Exemplary organofunctional groups include, 
without limitation, acrylic, amino, chloro, epoxy, glycidoxy, mercapto, methacryloxy, vinyl and the like. 
[0013] Illustrative functional silane coupling agents include, without limitation, vinyl benzyl cationic silane, vinyl-tris 
(P-methoxyethoxy)silane, vinyftriacetoxysilane, Y-methacryloxypropyltrimethoxysilane, ^aminopropyltriethoxysilane, 
y-(p-aminoethyl) aminopropyl trimethoxysilane, y-glycidoxypropyftrimethoxysilane, Y-mercaptopropyftrimethoxysilane, 
P-(3,4-epoxycyciohexyl)-ethyltrimethoxysilane, y-chloropropyftrimethoxysilane, and mixtures thereof. The silane cou- 
pling agents typically are commercially available. 

[0014] It is believed, without wishing to be bound by this theory, that the coupling agent, when contacted with the 
silicone polymer based surface, reacts with the surface to form siloxane bonds. Thus, the reactive end of the coupling 
agent becomes chemically anchored to the surface and available for bonding with the hydrophilic polymer coating 
desired. 

[0015] In the device of the invention, at least one surface contains a reactive effective amount of one or more func- 
tional silane coupling agents. A reactive effective amount is an amount of the coupling agent sufficient to convert the 
chemically inactive surface to a reactive surface capable of being coated with the desired hydrophilic polymer coating. 
[0016] To form the devices of the invention, the coupling agent is contacted with the device surface. Temperature 
and pressure at which the contacting is performed are not critical. The coupling agent may be contacted with the surface 
in the form of a solution of the coupling agent with water. Alternatively, a solution of the coupling agent and an alcohol, 
such as methanol, ethanol or propanol," or organic solvents such as benzene, toluene, hexane, and the like may be 
used. Generally, a solution of about 1 to about 15 weight percent, preferably about 2 to about 5 percent, based on the 
total weight of the solution is used. Depending on the coupling agent selected, use of an acid or base catalyst may be 
desirable. 

[0017] Preferably, prior to contacting the surface with the coupling agent, the surface is treated by any convenient 
means to expose sites for bonding of the silicone end of the coupling agent. For example, the surface may be treated 
by acid or alkaline etching or plasma, or combinations thereof. 

[001 8] Any of a wide variety of methods may be used for contacting the surface and the coupling agent. For example, 
the surface may be immersed in the coupling agent solution or the solution may be dropped onto the surface. As 
another alternative, contacting may take place by coating the surface of a mold with the coupling agent. The silicone 
pre-polymer is then added to the mold by any known means, such as by injection, and polymerized. 
[0019] Still another alternative for contacting is to blend the coupling agent with the silicone pre-polymer that will 
form the device. After curing, a portion of the organofunctional groups of the coupling agent will be on the device surface 
and available for reacting with the polymer coating. 

[0020] As yet another alternative for contacting, the coupling agent may be preblended with the polymer coating. 
The polymer coating is then applied to the device surface and polymerized. 

[0021] It will be recognized that different coupling agents may be used on different surfaces of the device permitting 
coating of these surfaces with various polymers. For example, a vinyl silane coupling agent may be applied to the front 
surface along with a hydroxyethyl methacrylate coating while an amino silane coupling agent is applied to the back 
surface along with a polyethylene glycol coating. 

[0022] Further, it will be recognized that other coupling agents may be used in addition to the functional silane coupling 
agents. Suitable coupling agents include, without limitation, titanate coupling agents. 

[0023] The desired hydrophilic polymer used to coat the device surface may be formed from the suitable monomer. 
For example, the hydrophilic polymer coating may be formed from monomers including, without limitation, acrylics, 
methacrylics, hydroxyethyl acrylates, hydroxyethyl methacrylates, acrylamides, methacrylamides, N.N-dimethylacry- 
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lamide, N-vinylpyrrolidone, dimethylaminomethyl- and dimethylaminoethyl acrylates and methacrylates, hydroxypropyl 
acrylates and methacrylates, glycerol acrylates and methacrylates, diethylene glycol monoacrylates and monometh- 
acrylates, triethylene glycol monoacrylates and methacrylates, vinyl alcohols, ethylene oxides, propylene oxides, mix- 
tures thereof, and the like. Preferably, the hydrophilic polymer coating is formed form a hydroxyethyl (meth)acrylate, 
(meth)acrylamide, N.N-dimethylacry lamide, N-vinylpyrrolidone, ethylene glycol, ethylene oxide, vinyl alcohol, acrylic 
acid, ethyleneoxide bisacetic acid, or mixtures thereof. 

[0024] The porymer and/or monomer may be coated onto the device surface using any convenient method. For 
example, a solution of a monomer in a water or organic solvent may be applied to the lens after which the monomer 
is polymerized by any known method. A coating effective amount is used which is an amount sufficient to impart the 
desired level of hydrophilicity to the coated surface. Typically, the monomer and/or polymer concentration used is about 
0.1 to about 15 weight percent, preferably about 1 to about 10 weight percent, based on the total weight of the solution. 
Alternatively, the monomer and/or polymer may be used without water or an organic solvent. 
[0025] Although the invention may find its greatest utility in providing wettable surfaces, it will be recognized by one 
ordinarily skilled in the art that the invention may be used to apply any number of coatings to the device surface. 
[0026] The invention will be clarified further by a consideration of the following, non-limiting examples. 

Examples 
Examples 1 -5 

[0027] Silicone lenses made of polydimethylsilicone ("PDMS') were surface treated with a 5 vA/ percent, aqueous 
solution of Y-aminopropyttriethoxysilane and then coated with ETAFILCON™ A monomer mix. After a 10 min ultra- 
violet cure, a polyhydroxyethyl methacrylate coating was obtained. Dynamic contact angles of coated and uncoated 
lenses and films were measured and the results are shown on Table 1 . 



Table 1 





Advancing Angle (degrees) 


Standard Deviation 


PDMS Lens (lens substrate) 


118 


9 


Etafilcon A Coated PDMS Lens 


72 


21 


PDMS Film (film substrate) 


115 


4 


Etafilcon A Coated PDMS Film 


89 


5 


ACUVUE™ Lens 


81 


10 



The results show that the functional silane coupling agent-treated lenses and films exhibit good wettability. 
Examples 6 - 7 

[0028] Contact lenses made of a combination of silicone and fluoro polymer were surface treated with a 5 v/V percent 
solution of Y-aminopropyltriethoxysilane in methanol and then coated with a 0. 1 w/w percent polyoxyethyleneoxide bis 
(acetic acid) aqueous solution. Dynamic contact angles of coated and uncoated lenses were measured and the results 
shown on Table 2. The results show that the coated surfaces exhibit good wettability. 



Table 2 





Advancing Angle (°) 


Standard Deviation 


Uncoated Lens Substrate 


111 


10 


Coated Lens 


80 


16 



Claims 

1 . A biomedical device at least one surface of which has a reactive effective amount of one or more functional silane 
coupling agents and a coating effective amount of one or more hydrophilic polymers. 

2. The device of claim 1 wherein the functional silane coupling agent is of the formula X 3 ((Si)CH 2 ) n Y wherein n is 0 
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to 3, X is CI, CH 3 0- or C 2 H s O- and Y is an organof unctional group. 

3. The device of claim 2 wherein the organofunctional group of the coupling agent is acrylic, amino, chloro, epoxy, 
glycidoxy, mercapto, methacryloxy or vinyl. 

4. The device of any one of claims 1 to 3 wherein the coupling agent is vinyl benzyl cationic silane, viny-tris(P-meth- 
oxyethoxy)silane, vinyttriacetoxysiiane, y-methacry bxypropyltrimethbxysilane, raminopropyltriethoxysilane, y-(p- 
aminoethyl) aminopropyl trimethoxysilane, y-glycidoxypropyltrimethoxysilane, Y-mercaptopropyltrimethoxysilane, 
P-(3,4-epoxycyclohexyl)-ethyltrimethoxysilane ( rchloropropyltrimethoxysilane or a mixture thereof. 

5. The device of claim 4 wherein the coupling agent is 7-aminopropyltriethoxysilane. 

6. The device of any one of claims 1 to 5 wherein the one or more hydrophilic polymers is a hydroxyethyl (meth) 
acrylate polymer, (meth)acrylamide polymer, N.N-dimethylacrylamide polymer, N-vinylpyrrolidone polymer, poly- 
ethylene glycol, polyethylene oxide, polyvinyl alcohol, polyacrylic acid, polyethyleneoxide bisacetic acid or mixture 
thereof. 

7. The device of claim 6 wherein the hydrophilic polymer is polyhydroxyethyl methacrylate. 

8. The device of claim 6 wherein the hydrophilic polymer is polyethyleneoxide. 

9. The device of any one of claims 1 to 8 which is an ophthalmic lens or a contact lens. 

1 0. A method for manufacturing biomedical devices comprising the step of contacting at least one surface of a silicone- 
polymer based biomedical device with a reactive effective amount of one or more functional silane coupling agents 
and a coating effective amount of one or more hydrophilic polymers. 
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